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1* A Spectrographlc analysis of the anode scrap metal in comparison with 
control samples of a U.S.A. cobalt free nickel anode and a nickel anode 
high purity sample is reported immediately below* 


Kiev Anode 


Element 


USA Cobalt Free 
Anode 
(per cent) 


USA High Purity 
Anode 
(per cent) 


Silver 

Ag 

Less than 0.001 

- 



Aluminum 

A1 

0.001 - 0.01 

Less than 0,001 

Less than 0.001 

Cobalt 

Co 

0.01 - 0.1 

0.001 - 0.01 

0*1 - 1.0 

Chromium 

Gr 

1.00 - 10,00 

Less than 0.001 


Copper 

Cu 

0.01 - 0,10 

0.001 - 0.01 

Less than O.Ooi 

Iron 

Fe 

1.00 - 10.00 

0.001 - 0.01 

0.001 - 0.01 

Magnesium 

Mg 

Less than 0.001 

0.01 - 0.10 

Less than O.Odi 

Manganese 

In 

0.001 - 0.01 

0.001 - 0.01 

Less than 0.001 

Nickel 

Hi 

Over 10.00 

Over 10.00 

Over 10.00 

Silicon 

Si 

0.01 - 0.10 

0.001 - 0.01 

Less than 0.001 

Titanium 

Ti 

0.10 - 1.00 

_ 



2 * be ?° ted t ^f fc th f Kiev sample contains a higher concentration of 

also^ttet^he^w*^ ® lther ’ °f the two U.S.A. samples. It is of interest 
also that the Kiev sample contains an appreciable amount of ti taniu m. 


- end - 

% 
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